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U3o6peT6HHe othochtcji k qepHod MeTaJUiyp- 

xpowHCTtix « ApyrHx KOMmieKCHO-^erHpoBait- 
hhx BepxcaBeKMUHX crajieft^ b toy qHcne vicrn- 

H^BeCTHbifi . onoco6 nanyneHUA HepataBetomed 
xpOMCOAepxcameA crajiH ax^ioqaeT a cedsi pac- 
HAa&neHKe ujhxtu, <XSe3yr^epoxcHaaHRe pac- 

Hy do xoAy luiaaKH bbowt okhcjiu Mapraaaa. jiepoawniaiOT pacS! ^oiT 
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Buny<!K ruiaBKK ocymecTaaflib^ Heaoti>ei^^ 
no b CTajiepa^niiBoiHbiB Koain/npa oc»6aHoCTH 
tBMKa ne ueuec 1.3 c ojmdBpeiieHHUM ^erapo^ 
aaHHeu Metajuxa THraHou, ! - 

BuiuiaBKa. craax no Hoaouy cuocotiy aajaiJO- 
Maeroi b > .CAeAyKHUeu. B crai^aBiwbB%i) 
ne% aarpy^ajoT Meta/uiKqecKyio uraxry; xp& 
MpByio py^y, okhoiu HjiH Kap<JoHaTM napfaBid 
nocHOBHue umaicooGpaayiomHe uaTepHa^w. 3a 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1.3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1 .3, with simultaneous alloying of the metal 
with titanium. 
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